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or painting- in imitation of different woods, the foundation
may be painted from the first coat in an approximative
tint, and in the second coat in the definite foundation tint.
Rather more turps must then be added than oil, so as to
avoid any possible greasiness, and thus prepare a favour-
able surface for good varnishing. Great care must be
taken to let the decorative work dry well, before varnish-
ing it. This remark, which is not sufficiently attended
to, applies particularly to oil-glaze ; water-glaze, on the
contrary, requires to be varnished immediately after
execution. For extra-lustrous paintwork, in uniform tints,
made by the superposition of an enamel paint of some
sort, reference is made as to what has been said on the
subject in the chapter on indoor painting, on woodwork ;
but an important remark may be added, which has been
omitted, and that is never to apply an enamel paint,
except in a mild atmosphere, neither during cold weather
nor on cold surfaces, and still less in violent currents of
air, which ought to be prevented, cost what it may, during
the whole course of the application of the paint, and until
perfectly dry. This precaution may be troublesome in
certain cases, but it is indispensable to the success of this
class of work.
For paintwork of uniform tint, which it is desired to
render lustrous by Dutch oil (Stand Oil), see likewise the
observations and remarks thereanent in the same chapter.
ECONOMICAL INDOOR PAINTWORK BY THE USE OF
GOOD-QUALITY LlTHOPONE
In the course of the present examination, it has been
said that there was white zinc and white zinc. The